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entirely surrounding the fiber. The edges resemble the
edge of a saw with teeth set at a small angle. The central
cylinder or medullary portion, sometimes called the pith
of the fiber, is absent or invisible. The epidermal scales
are attached to the cortical substance through only a
small part of their length.
Wool  (coarse).
This class includes Lincoln, Leicester, and Cotswold
wool and represents the diametrical opposite of the fore-
going in . almost every particular. The fiber is elastic,
light in color, lustrous, long, straight, hairy, and coarse.
Diameter:  0.025 mm.  (o.ooio inch).
Length:   12 to 20 cm.  (5 to 8 inches).
Serrations:   230 to 550 per cm. (600 to 1400 per inch).
Microscope: Epidermal scales horny and attached
firmly to the cortical structure.
Wool (medium).
This class of wool is produced by the sheep of South-
down, the Cheviot Hills, Shropshire, Hampshire, Oxford-
shire, and Dorsetshire. It stands midway between the
two previous types.
Diameter:  0.020 mm.  (0.0008 inch).
Length: 7 to 20 cm. (3 to 8 inches).
Serrations:  800 per cm.  (2000 per inch),
GROUP I(b).   HAIRS.
Hairs of Goafs.
Mohair is obtained in Turkey from the Angora goat.
It is very stiff, long, silky, lustrous, and almost pure white
in color.